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BASIC -ABSTRACT: 



Light and hard ornamental Ni-Al sintered alloy having 
golden colour tone and 

excellent in wear as well as corrosion resistance, consists 
of Al 24-30 wt.% 

and the balance Ni with incidental impurities. 

The alloy is provided with density 6.08-6.36 g/cm3, 
Vicker's hardness 520-640, 

deflective strength 115-135 kg/mm2 and presents light 
golden colour. A 



commercially available Ni-Al alloy powder of Al 32-33%, may 
be mixed with a 

desired amount of Ni powder, sintered 1,300-1,550 deg.C in 
a reducing, inert 

gas or vacuum atmosphere, and if required subjected to hot 

hydrostatic 

pressure . 
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